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filter papers are washed ten times, giving each paper a washing, then the next one and so on until number one is reached again. By the time number one is ready for its second washing, the first washing will be well drained off. Each funnel stem is given a turn with the thumb and forefinger in such a manner
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that the double fold of the paper is washed twice and the single fold once during each washing. Use the dilute nitric acid wash. Ten washings having been accomplished, the main body of the yellow precipitate is washed on to its respective filter with a fine jet of the acid wash, and receives a further ten washings to remove iron.